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ABSTRACT 


An investigation into the relation of low temperature 
deformation and susceptibility to hydrogen embrittlement of 
two austenitic stainless steels was conducted. Two candi- 
date materials for cryogenic service, commercial stainless 
steels 304-L, and 21-6-9, were utilized for the experiments. 
These materials were subjected to deformation at various 
strain rates and temperatures in an attempt to induce par- 
tial and/or complete martensitic transformation. Tensile 
strength, yield strength, percent tensile elongation, per- 
cent reduction in area, notched tensile strength, percent 
notched tensile elongation, percent reduction in area 
(notched), and notched/unnotched strength ratios were tabu- 
lated as baseline data. 

The two alloys were then subjected to interrupted ten- 
Sile tests at various temperatures in which samples were 
exposed to a cathodic hydrogen charging procedure at various 
values of tensile pre-strain. The mechanical parameters 
mentioned above were tabulated and compared graphically. 
Do orraphie and metallographic analysis of fractured 
specimens were performed. The combined effect of hydrogen 


embrittlement and phase transformation is discussed. 
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I. INTRODUCTION 


The advent of the energy crises has summoned with it a 
plethora of ideas which could alleviate its impact in the 
immediate future. Recent alternatives to fossil fuels which 
are being proposed include, the more efficient utilization 
of fission by broader use of breeder reactors, controllable 
fusion processes, harnessing tidal and wind power, and more 
reliance on geothermal and solar energy among others. Ina 
recent paper Dr. Derek P. Gregory proposed a new alternative 
not hither-to mentioned, the so-called "hydrogen economy" 
[1]. He believes that the increasing reliance on electrical 
energy which is generated mainly by fossil fuels will, in 
the near future, result in an electric economy. Although 
presently this may seem advantageous, the depletion of fos- 
511 fuels will have a detrimental effect on this trend. 

The ultimate replacement of fossil fuels probably will be 
the direct conversion of nuclear energy into electricity, 
but there will be many areas where this will not be either 
efficient or reliable. Many segments of the economy, both 
public and private, rely heavily on direct fossil fuel con- 
version. With its inevitable depletion an alternate source 
such as hydrogen must be used. Hydrogen can easily be made 
adaptable to many of the present energy conversion systems. 
Its abundance from the synthesis of sea water makes it an 
almost unlimited fuel. The method by which the synthesis of 


hydrogen occurs will become a moot question with the 
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increasing proliferation of nuclear power plants along our 
sea coasts. 

Proposals for hydrogen powered vehicles and airplanes 
have increasingly become vogue among many academic circles. 
However, one of the most realistic and immediately obtain- 
able proposals for the use of hydrogen is that of its re- 
placement for natural gas. Little modification would be 
needed for its adaptation to the natural gas distribution 
System. Environmental studies have praised the usage of hy- 
drogen as an energy source, but the one area which has not 
been discussed is its effect on the system which will be 
used to store, transport and handle it. Hydrogen is prima- 
rily found in two states -- liquid and gaseous depending on 
its use. The area of research where little work has been 
done is on the type storage and carriage materials that will 
be used in conjunction with hydrogen. In almost all popular 
literature promoting hydrogen, little attention is given to 
the need for appropriate storage and carriage materials. 
This may be a serious omission of attention, as hydrogen is 
well known to have very deleterious effects on certain types 
of metals. These effects can be referred to by the general 
term "hydrogen embrittlement." It is this potential embrit- 
tlement problem which is the focus of this study. 

Two austenitic stainless steels were chosen as candidate 
cryogenic materials in this study. These are 304-L and 
Armco 21-6-9 (NITRONIC-40). Table I lists the metallurgical 


properties of each of these metals. Their excellent 
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characteristics at low temperatures [2],[3] and reported 
resistance to hydrogen embrittlement made them the prime 


candidates in this investigation. 
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11. MARTENSITIC TRANSFORMATIONS 


Historically, the behavior of martensitic transformation 
has been questioned as early as 1370 A.D. by Osesme. Until 
the Bain model [4] was proposed in 1924, men only took ad- 
vantage of the obvious strengthening characteristics with 
little understanding of any of the associated effects. Since 
then, numerous areas of steel processing have evolved based 
on Martensitic transformations. 

In this particular study 304-L and 21-6-9 stainless 
steel are exposed to martensitic transformation mechanisms. 
Both these steels are crystallographically structured as FCC 
when in the stable austenitic phase, which generally encom- 
passes the ambient to above ambient temperature range. The 
transformation sequence of 304-L is Y > с > a phase change 
which is characteristic of the morphological change of aus- 
tenite to martensite in a metastable austenitic stainless 
steel [5]. It is reported that 21-6-9 does not undergo any 
martensitic transformation [6]. The relative stability of 
the FCC y structure of 304-L and 21-6-9 are primarily the 
result of combining the following elements: nickel, manga- 
nese, carbon, nitrogen along with cromium and molybdenum. 
mopetuliy this combination will result in a relatively 
Stable austenitic structure with a wide temperature span. 

Epsilon (£) martensite is the second, and in some cases 
the last, phase in the morphogical chain of the martensitic 


transformation process in 304-L. It is characterized by a 
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HCP crystal structure which appears as small plates about 1u 
wide. Mangonon and Thomas [5] have conducted extensive tests 
on 304-L which verified the existence of e phase in the 
transitional chain to martensite. Structurally, e martensite 
is a perfect HCP structure which exhibits no ferromagnetic 
properties. The nucleation of € martensite is generally the 
result of a strain-induced transformation from the austenitic 
phase which can be assisted thermally. It can either be 
formed independently of a martensite or co-exist with it. 
Alpha (a) martensite is a BCC crystallographic structure 
and is the final phase in the transitional chain to marten- 
site of 304-L. Its formation only occurs as a result of 
plastic deformation and subsequent to formation of с marten- 
site. Nucleation of a martensite occurs heterogeneously at 
intersections of e bands either where e bands abut twins or 
the grain boundaries. Its appearance will first be of a 
needle-like structure and subsequently grow to become lathe- 
like [5]. a martensite may coexist with = martensite but 
its amount will grow at the expense of a decrease in e mar- 
tensite. It will, however, not be found to exist independ- 
ently of &€ martensite. Because it is ferromagnetic in 
nature, permability studies such as one proposed by Maxwell 
[7] сап be used to determine the amount of a present ina 
ЕРІ By utilizing this characteristic, calibration curves 
can be constructed which when compared optically can be used 
to determine the amount of martensite that forms within a 


relatively short time span. 
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The term strain-induced martensite [8], used in the pre- 
ceding explanations of the morphogical chain of martensitic 
transformation, indicates that the martensite formed is a 
direct result of plastic deformation. It is characterized 
by a fine particle or lath type structure which can occur in 
elongated clusters delineating the slip bands with strained 


martensite. 
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III. HYDROGEN EMBRITTLEMENT 


The influence of hydrogen on metals has been the object 
of a great deal of study for at least two decades. It was 
not until recently that the term hydrogen embrittlement was 
classified into various types. The three basic classifica- 
tions of these embrittlement phenomena are: (1) hydrogen- 
reaction embrittlement, (2) hydrogen-environmental 
embrittlement and (3) internal-hydrogen embrittlement [16]. 

Hydrogen-reaction embrittlement occurs when hydrogen 
combines with one of the constituents in a metal to form a 
hydride [9] or some other embrittlement phase. This com- 
bination may either occur in the molecular or disassociated 
form of hydrogen. In carbon based steels, hydrogen has a 
propensity to react with the carbon constitutent to form 
methane gas in various internal imperfections of the metal. 
This formation results in extremely high internal pressures 
which assist in crack propagations. In addition, the com- 
bination of on and hydrogen results in a decarbonization 
process which will further reduce the strength of a metal. 
Hydrogen reaction embrittlement is considered a non-reversi- 
ble process. 

Hydrogen-environmental embrittlement occurs primarily 
when a metal is continually exposed to a hydrogen environ- 
ment. Exposure to an elevated temperature and pressure en- 
hances this type of embrittlement. The adsorption and 


dissociation of hydrogen molecules in or on the microscopic 
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surface cracks generated by plastic deformations such as 
cyclical loading [9] result in the susceptible metal being 
less ductile, and displaying a faster crack growth rate than 
would occur in an inert environment. Once the hydrogen- 
environment is removed, the embrittlement mechanism no longer 
exists, hence this is considered to be a reversible process. 
The most insidious type of embrittlement and one which 
can not be detected until a "fait accompli" Situation arises 
is that of internal-hydrogen embrittlement. Hydrogen enters 
metal in the dissociated form and recombines with itself as 
hydrogen molecules. The exact embrittlement mechanism of 
these molecules to the stress gradients and imperfections 
present is still being debated [11][12], but the final re- 
sult is known. There is generally a loss of ductility, 
subcritical crack growth, and an increase in strength [6]. 
Evidence presently available indicates that internal-hydro- 
gen embrittlement occurs most rapidly at or near room tem- 
perature [6]. Metallurgical processes which include plating, 
Ehodie charging, pickling, and welding [13][14] have all 
exhibited a high propensity toward internal-hydrogen suscep- 
Ebility. The reversibility of this type of embrittlement 
is dependent upon two factors. One is its dependence upon 
exposure time since a diffusional process is involved when a 
metal is subjected to a hydrogen source. The second factor 
depends upon whether flaws, fissures or cracks have formed. 
не“ have not formed and if the hydrogen Source is re- 


moved no embrittlement will result. 
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Present studies have indicated that austenitic stainless 
steels and more specifically metals that retain an FCC crys- 
tallographic structure are less susceptible to hydrogen em- 
brittlement than those that have undergone a martensitic 
transformation to a BCC structure [8][10]. Epsilon (€) mar- 
tensite, dislocation pileups and phase interfaces (a and e 
martensites) provide paths of high diffusivity, thereby en- 
hancing hydrogen diffusion. These are analogously referred 
to as short-circuit diffusion paths [15]. When this short 
circuit diffusion is coupled with hydrogen-dislocation inter- 


actions, embrittlement of the metal results. 
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IV. EXPERIMENTAL PROCEDURES 


A. SPECIMEN COMPOSITION, PROCESSING, GEOMETRIES, TESTING 
APPARATUS 


The two stainless steels used during this investigation 
are 304-L and 21-6-9. Table I lists their chemical compo- 
sitions and previous preparations prior to their testing. 
Figure 1 lists the geometrical configuration used for the 
notched and unnotched specimens. 

The annealed samples of 304-L and 21-6-9 were tested on 
an Instron machine (Fig. 2). Two crosshead rates were 
chosen to obtain a variation in strain rates so that a 
strain-induced martensitic transformation could occur. The 
Саар тасеѕ utilized were .005 in/min and 1 in/min. The 
second parameter varied was temperature. The temperatures 
selected for this investigation were 300°K, 195°K and 76°K. 
The ambient temperature of the laboratory was 300°K. The 
use of methyl alcohol coupled with dry ice produced 195°K. 
The use of a liquid nitrogen bath produced 76°K. Since a 
wide temperature spectrum was required, an attachment to the 
Instron Machine was designed which allowed specimens to be 
immersed in the various cryogenic baths (Fig. 3). Reduced 
temperatures were used to promote stress-assisted martensitic 


Bransformations. 


23 





TABLE I. METALLURGICAL CONDITION OF TEST ALLOYS 


Specimen 
Geometries 


Form and 
Condition 


Composition (% 


SHEET, MILLED | .03C, 2Mn, 19Cr 
ANNEALED 10Ni, 1Si, .045P 
. 0305 


21-6-9 ROUND, ROLLED ПОЗ: 20.508 
ARMCO MILLED 6. oN JN 
NITRONIC-40 ANNEALED 
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EOM CLONETRICAL CONFIGURATIONS OF NOTCHED 
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B. BASELINE DATA COMPILATION 

To provide baseline data, notched and unnotched specimens 
were strained at each temperature for each strain rate indi- 
cated. Values of tensile strength, yield strength, percent 
tensile elongation, percent reduction in area, notched ten- 
Sile strength, percent notched tensile elongation, percent 
reduction in area (notched), and notched/unnotched strength 
ratios were tabulated. Because of the length of time re- 
quired only one test per specimen per parameter was per- 
formed. Upon completion of this testing routine, values 
obtained which did not follow any predictable trend were re- 
tested and an average value was used in lieu of the original 


test data. 


C. INTERRUPTED TESTING PROCEDURE 

The major portion of the testing was dedicated to the 
testing of cathodically charged specimens. This charging 
procedure is explained in part р ої this section. Unnotched 
samples were subjected to various percents of pre-strain be- 
fore charging. These intervals were 0% pre-strain, 12%-31% 
pre-strain, and 32%-50% pre-strain for both 304-L and 21-6-9. 
Because the notched samples had much less total elongation, 
they were only pre-strained at two values. These were 0% 
pre-strain and 2%-15% pre-strain. As with the base data 
tests, these charged specimens were strained at the tempera- 
tures and crosshead rates previously indicated. 

Upon completion of the charging procedure, the tensile 


ests were continued until failure occurred. Data recorded 
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was the same as with previous tests MICH the exception of 
one additional value. A measure of flow stress was measured 
upon the commencement of the interrupted tensile test. This 
value was used to determine the effect of the cathodic 
charging procedure as an embrittling mechanism on the speci- 


mens. 


D. CATHODIC CHARGING PROCEDURE 

The method of inducing internal-hydrogen embrittlement 
was by cathodically charging the specimens. Green and 
Latanision [16] discuss several variations of electrochemi- 
cal techniques used in their investigations of the embrittle- 
ment phenomenon. Discussions with Dr. Green [17] indicated 
that the method which could be used consisted of specimens 
being immersed in a 4% (by weight) H,SO, solution with five 
drops of cathodic poison [14] added per liter of solution. 
The cathodic poison consisted of two grams of Phosphorous 
dissolved in 40 ml of CS,. Platinum was used as the anode 
while the specimen was used as the cathode. Figure 4 is the 
setup used during this study. A D.C. current of 1.5 amps at 
five volts was utilized to assist the absorption rate of hy- 
drogen into the metal. The current density on the exposed 
part of the specimen was 79.78 amps/in? which was approxi- 
mately the value recommended by Dr. Green for this particular 
study. The permeability, diffusivity, and solubility oí hy- 
drogen in austenitic stainless steels are governed by these 


relationships [18]. 


28 





pm ЭЭ?” 


У 


SALVIVAAV DNISYUVHD DIGOHLVO 


`P 


SEO TOT 





29 








-14,300,_Cc(NTP 


Б 23 
9 о UK RT 17 - atm?S) 525) 
2 
р = 4.7 х 107° ехр (2222709) ын (2) 
C = 1.28 exp (C599) AA (3) 
(сп” - айп2) 


The normalized hydrogen concentration profile resulting 
from diffusion-controlled absorption into a semi-infinite 


solid exposed to hydrogen at constant fugacity is [15] 


Х 
= erfe (от) (4) 


со 


where C is the hydrogen concentration at X, Co is the surface 
concentration, D is the diffusivity and t is the exposure 
time. Since the specimens were charged for one-half hour on 
each side facing the platinum anode the normalized concen- 
tration value at the end of one hour in the center of the 
specimen would be 1. Therefore, saturation was achieved via 
this charging procedure and for this duration. Once aus- 
tenitic and/or martensitic stainless steels become charged 
there is no perceptible loss of РОН Mess periods of at 
least three months at room temperatures (19]. Generally, 
the only manner in which hydrogen can rapidly diffuse from 
these metals is by being subjected to elevated temperatures 


mer short intervals. 
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V. RESULTS AND DISCUSSION 


A. GRAPHICAL RESULTS 

The results of this portion of the investigation are 
plotted in the following thirteen graphs (Figs. 5 through 
17). These consist of six basic stress vs. strain graphs 
and two summations of baseline data graphs of ultimate ten- 
Sile strength, yield strength, percent tensile elongation, 
and toughness vs. temperature. The remaining six graphs 
plot the effect of cathodic charging on the specimens uti- 
lizing percent elongation prior to charging as an abscissa 
and values of normalized elongation, and increase in flow 
stress as the ordinate. Normalized elongation is defined as 


follows: 





Ва (5) 


where H is the total elongation of an uncharged specimen at 
fracture, J the percent elongation prior to charging, and K 
the total elongation of the charged fractured specimen. In- 
crease in flow stress is a measure of the increase in yield 
stress after specimens have been subjected to the charging 
procedure. 

Since hydrogen embrittlement is a low strain rate phe- 
nomenon, and the data compiled for the notched and unnotched 
Excersmens at the high strain rate was inconclusive, no at- 
ШОШО was made to plot and compare their results. The sen- 


sitivity of the notched and the unnotched samples was mainly 
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related to the temperature effect and not the charging pro- 
cedure. 

The estimated experimental scatter was subject to the 
single-sample test analysis. The major sources of error were 
from the differences in the thermal expansion coefficients 
of the testing rig and from the specimens which were not 
geometrically identical in fabrication. Experimental scatter 


limits are indicated on each plot. 


B. DISCUSSION OF GRAPHICAL RESULTS AND CORRELATION WITH 
FRACTOGRAPHIC RESULTS 


The stress vs. strain plots clearly indicate that for 
the uncharged tests, 21-6-9 was capable of achieving higher 
strength levels at a given temperature and strain rate than 
that of 304-L. For the low strain rate, 21-6-9 was also 
more ductile than 304-L but for the fast strain rate 304-L 
Aam more ductile. This indicates that 21-6-9 is an inher- 
ently tougher material than 304-L, but the toughness differ- 
ential becomes less at high strain rates and low temperatures. 
At 76°K, 304-L's toughness exceeds 21-6-9's for the low 
Strain rate but is approximately equal for the high strain 
rate. This is because 304-L results to a martensitic struc- 
Lure at this temperature which manifests itself as high 
ENurength. Both metals exhibited generally higher strength 
and ductility values at lower temperatures and higher strain 
rates than were expected. Figures 11 and 12 summarize the 
F I CL Of the temperature and strain rate on the measured 


parameters. 
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Analysis of Figures 13 and 14 indicates the effects that 
charging had on the specimens' normalized elongations, which 
are a measure of their ductility. These are correlated with 
the fractographic evidence compiled in part C of this sec- 
tion. 

1. 304-L (Normalized Elongation) 

Charging appeared to have a ductilizing effect on the 
charged 304-L specimens at 300° К and 195°K. However, this 
result is strongly affected by the baseline value of ductil- 
ity used in the computations and sample machine differences. 
Fractographic evidence for charged and uncharged specimens 
at 300 K and 195°K (Figures 19, 20 and 23, 24) neither con- 
firms or disputes any ductilizing effect. At 76°K (Figures 
ата 350) fractographic analysis confirms that a loss of 
ductility has occurred as indicated in Figure 13 for 0% pre- 
EE For 300°K, 195°K and 76°K, (Figures 21, 25 and 29 
respectively) fractographic interpretation lends credence to 
the graphical evidence (Figure 13) that a ductilizing effect 
occurred after charging the specimens which were pre-strained 
between 17 and 22 percent tensile elongation. The further 
increase in the normalized elongation at 300°K for 304-L at 
35.6% pre-strain is substantiated by Figure 22. The corre- 
sponding loss in ductility at the two reduced temperatures 
of final pre-strains is correlated by Figures 26 and 30. An 
optical metallographic analysis of a 304-L specimen fractured 
То К was conducted and is referred to in part D of this 


Section. 
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2. 21-6-9 (Normalized Elongation) 


The graphical results in Figure 14 for the charged 
21-6-9 specimens with 0% pre-strain at 300°K, 195°K and 76°K 
are substantiated by fractographic figures 43, 44; 47, 48; 
and 51, 52 respectively. Further examination of Figure 14 
indicates that a small amount of pre-strain followed by 
K I Ing has an embrittling effect at reduced temperatures 
of 195°K and 76°K. Analysis of Figures 45, 49 and 53 at 
temperatures of 300°K, 195°K and 76°K agree with this fact. 
Continued elongation beyond 25% followed by charging appears 
fractographically to have a further embrittling effect. 

There is a reduction in dimple sizes and some quasi-cleavag- 
шиг indicated by Figures 50 and 54 for 195°K and 76°K. 
Graphically, however, this is not substantiated. For 300°K 
charging appears to reduce the dimple size as shown in Fig- 
ures 43, 44, 45 and 46. The corresponding increase of duc- 
tility is indicated in Figure 14, however, it is not confirmed 
by the fractographic results. 

The paradoxical results of an increase eC Gl ay 
when cathodic charging is involved at the reduced temperatures 
Of 300°K and 195°K may be explained by either of two possi- 
bilities. The first possibility is that of the solid solu- 
tioning softening phenomenon. Solute additions have been 
found by many observers to increase as well as decrease the 
low temperature strength in BCC metals, depending upon vari- 
EDNes such as purity, temperature and strain rate. Its rele- 


мапсу for FCC is unknown because all studies have been oriented 
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toward BCC structures which most readily accept interstitial 
or substitutional solutes. When there is a decrease in the 
strength of the alloys which are subjected to solute, this 
process is termed solution softening. Ravi and Gibala have 
proposed four mechanisms that might account for this effect. 
These include; scavenging, dislocation interaction at low 
temperatures, dislocation interstitial solute interactions 
at low temperatures causing a thermally activated deforma- 
tion mechanism and alloy softening by substitutional solutes 
[20]. Tanaka believes that other factors in solid solution 
softening involve a decrease in activation energy, an in- 
crease ease in cross slipping, an increase in mobile dislo- 
cation density and changes in electronic configurations in 
parent alloys [21]. Although tnere nas been conflicting 
reasons why this has occurred, it has been repeatly shown 
that oxygen atoms in solution with other residual intersti- 
tials in solution including hydrogen, nitrogen and carbon 
are the catalysts in the solid solutioning mechanism [22]. 
While the foregoing explanation of the solid solu- 
tion softening mechanism is theoretically possible in FCC 
metals, it is considered that in the present case, all ap- 
parent '"ductilizing'" effects noted are more likely the re- 
sult of variations in sample machining procedures from the 
baseline to charged samples. The occurrence of real soften- 
ing effects due to charging is considered unlikely in view 
Of the lack of previous reports of such phenomena in these 


well studied materials. 
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The results of the increase in flow stress vs. per- 
eent elongation prior to charging indicated that cathodic 
charging had the effect of increasing flow stress but con- 
clusive evidence as to whether this increase was a result of 
hydrogen embrittlement and/or a martensitic transformation 


process could not be determined. 


С. FRACTOGRAPHIC RESULTS 

A comprehensive fractographic analysis was conducted on 
the fractured samples. Table II lists a compilation of the 
Specimens which were studied under the Scanning Electron 
Microscope (SEM), Figure 18. Because it was felt that the 
most valid indications of embrittlement occurred at the low 
crosshead rate, these were the only specimens which were in- 
vestigated. The SEM was used to study the total surface 
topography of the fractured specimen. Total material char- 
acterizations such as transgranular cleavage, quasi-cleavage, 
dimples formed by microvoid coalescence, tearing and fatigue 
n ations can be studied utilizing ше device. Each 
fractograph taken was chosen as the one most representative 
of the specimen's surface and the appropriate comment was 
made regarding its microstructural features. Any evidence 
Of martensitic transformation or a possible embrittling 
meena will be alluded to in the analysis of each SEM fracto- 


graph. 





D. DISCUSSION OF FRACTOGRAPHIC RESULTS 


TABLE II. * SCANNING ELECTRON MICROSCOPE FRACTOGRAPH INDEX 
SEM NO METAL TEMPERATURE % ELONG CHARGE GEOM 
2 304-L 300°K a 
13 304-L 300* K a 
14 БӨ 300° К а 
15 304-1, 300° К а 
4 304-L 195° К а 
18 304-1. 195° К а 
19 304-1, 195 K a 
20 304-L 195° К а 
6 304-L 76° К а 
23 304-1, 76° К а 
24 ВОДЕЩ 76° К a 
25 SOS 76° K a 
1 сое 300° К b 
16 304-L 300° K b 
17 олег 300° K b 
E 304-L 300° K b 
i 304-1. 300° K b 
3 оер 195°К b 
21 DEN 195° К b 
22 spa L 195° K b 
5 ВОДЕН 76° К b 
26 30427 76 K b 
26' СОЛЕ 76° К b 
27 SOT 76° К b 
8 21-6-9 300° K a 
28 Ул Ч 300 K a 
29 21-6-9 300° K a 
30 21-6-9 300 K а. 





* Denotes No Charge 
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33 
34. 
35 
12 
38 
39 
40 
40' 
7 
31 
32 
9 
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42! 
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21-6-9 
21-6-9 
21-6-9 
21-6-9 
21-6-9 
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21-6-9 
21-6-9 
21-6-9 
21-6-9 
2196-9 
21-6-9 
21 6 9 
21-6-9 
21-6-9 
2160 9 
21-6-9 
21-6-9 
DIEGO 
205559 


.* Denotes No Charge 


ВЗК 
195°K 
195°K 
195 К 
76” К 
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76° K 
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76°K 
300° K 
300° К 
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76° K 
Шон 
шок 
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SCANNING ELECTRON MICROSCOPE (SEM) 


FIGURE 18. 








SEM FRACTOGRAPH 2 2400X 


Uniformed dimples structure with some tear ridges indicates 
that tearing was probably the mechanism of local fracture. 
Slight pebbled substructure inside dimples ‘is of unknown 


origin. 


FIGURE 19. 304-L, 300°K, UNNOTCHED, UNCHARGED 


o3 








SEM FRACTOGRAPH 13 2400X 


Elongated shear dimples indicate minor stretching. Bright 


contrast on dimple rims could have resulted from minor 


tearing. 


FIGURE 20. 304-L, 300°K, UNNOTCHED, 
0% ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 14 2500Х 


л 


Uniformed dimples fracture surface with minor tearing and 


stretching. 


FIGURE 21. 304-L, 300°K, UNNOTCHED, 17.18% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 15 2500Х 


Slight elongation of dimples with formation of tear ridges 
which has produced a bright contrast in the SEM image. Non- 
spherical, non-metallic inclusions are scattered among a 


pebbled substructure. 


FIGURE 22. 304-L, 300°K, UNNOTCHED, 35.6% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 4 2350X 


Uniform dimple structures with slightly rounder bottoms than 


previous dimples. Minor tearing and pebbling apparent. 


FIGURE 23. 304-L, 195°K, UNNOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 18 2500Х 


Uniformally dimples structure with indications of minor 


tearing, stretching and pebbling. 


FIGURE 24. 304-L, 195°K, UNNOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 19 2400X 


A non-uniformally dimpled structure is contrasted brightly 


by a tearing mechanism. 


FIGURE 25. 304-L, 195°K, UNNOTCHED, 17.97% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 20 2400X 


t 


Large elongated dimples contrasted brightly by the tear 


ridges. Uniform pebbled substructure dominates the internal 


floors of the dimples. 


FIGURE 26. 304-L, 195°K, UNNOTCHED, 31.25% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 6 2300X 


Non-uniform dimples with a small amount of quasi-cleavage. 
Cleavage usually occurs in body-centered-cubic metals indi- 
cating that a martensitic structure may have occurred. 
Light microscopy confirms a martensitic structure near 
fracture surface, apparently strain-induced -- not tempera- 


ture-induced. 


FIGURE 27. 304-L, 76°K, UNNOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 23 2350X 


Large microvoid surrounded by non-uniformed dimples. Micro- 
voids are initiated at interfaces between the matrix and 

particles such as carbides, precipitates and inclusions, and 
also at imperfections such as microporosity and microcracks. 


Some evidence of minor pebbling with non-metallic inclusions. 


FIGURE 28. 304-L, 76°K, UNNOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 24 2400X 


Elongated shear dimples with some evidence of quasi-cleavage. 
This usually appears when poorly defined cleavage facets are 
connected by tear ridges and shallow dimples occur. The 
possibility of martensite was confirmed subsequently by 


light microscopy. 


FIGURE 29. 304-L, 76°K, UNNOTCHED, 21.88% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 25 2400X 


Upper area is indicative of stretching while lower area is 
dimpled. There is a small amount of fragmentation left of 


the dimple area. 


FIGURE 30. 304-L, 76°K, UNNOTCHED, 32.81% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 1 2300X 


Slight elongation of dimples indicates either ductile tear- 
ing and/or the existence of shear dimples. In the former 
case it would be caused by a non-axial stress condition and 
is indicative that tensile tearing is not the predominant 
mechanism of fracture. Shear dimples occur usually in the 


Shear lip zone. Pebbled substructure is of an unknown origin. 


FIGURE 31. 304-L, 300°K, NOTCHED, UNCHARGED 
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SEM FRACI'OGRAPH 16 2600X 


, 


Predominantly-pebbled structure with some plate-like faceting. 


FIGURE 32. 304-L, 300°K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 17 630Х 


Large microvoid formation within a fibrous dimpled network. 


r 


Inclusions are evident even at low magnification. 


FIGURE 33. 304-L, 300°K, NOTCHED, 7.8% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 17' 2500Х 


Magnified inclusion with a dimple adjacent to a large micro- 


ч, , 


void. Globular inclusion is probably a result in the forma- 


tion of microvoids and is a precipitate of the parent metal. 


FIGURE 34. 304-L, 300°K, NOTCHED, 7.8% 
ELONGATION PRIOR TO CHARGE 


68 








SEM FRACTOGRAPH 17" 6500Х 


Highest magnification before loss of resolution of the 
globular inclusion. In this specimen inclusions were noted 


not only on the dimple crater but also attached to the micro- 


void walls. 


FIGURE 35. 304-L, 300°K, NOTCHED, 7.8% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 3 2300X 


Non-uniformed dimples with tear ridges contrasted brightly. 
Slight stretching noted with pebbled substructure predomi- 


nating the internal dimple areas. 


FIGURE 36. 304-L, 195°K, NOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 21 2400X 


~ 


Pronounced shear dimples associated with stretching. 


FIGURE 37. 304-L, 195>К, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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2400X 


SEM FRACTOGRAPH 22 


Shear dimples with minor stretching and tearin 


g indicated. 
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PRIOR TO CHARGE 
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SEM FRACTOGRAPH 5 2400X 


Uniformed dimples slightly elongated indicating that minor 
tearing and stretching has occurred. Pebbling is noted in 


the substructure. 


FIGURE 39. 304-L, 76°K, NOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 26 2900X 


Center structure gives appearance of quasi-cleavage pul 


ê 


fracture surface may have been damaged during fracture. 


FIGURE 40. 304-L, 76°K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 26' 2400X 


Another view of same specimen showing stretching in the 


2 
, 


bottom of a V-shaped trough surrounded by shear dimples. 
Numerous non-metallic inclusions are evident within the 


stretched trough. 


FIGURE 41. 304-L, 76°K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 


T9 








SEM FRACTOGRAPH 27 2500Х 


Large microvoids with irregular inclusions. -Shear and/or 
tear dimples surround void. Internal walls of void have 
some pebbled structure with non-metallic inclusions of 


Spherical and non-spherical geometries. 


FIGURE 42. 304-L, 76°K, NOTCHED, 6.77% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 8 2550Х 


Non-uniformed dimpled structure with minor microvoids. 
Pebbled structure predominates within the dimpled areas. 


Squarish inclusions are noted within the microvoids. 


FIGURE 43. 21-6-9, 300°K, UNNOTCHED, UNCHARGED 


C7 





р“ 





SEM FRACTOGRAPH 28 2300X 


Uniformed dimpled structure predominates fracture surface. 
Pebbling is noted inside dimples with some slight tearing 


indicated. 


FIGURE 44. 21-6-9, 300°K, UNNOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 29 2400X 


Adjacent areas of shear dimples and stretching indicated. 


FIGURE 45. 21-6-9, 300°K, UNNOTCHED, 14.84% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 30 2300X 


Slightly elongated dimples surrounding small.microvoid forma- 
tions. Pebbled substructure occurs within the voids with 


minor stretching and tearing indicated. 


FIGURE 46. 21-6-9, 300°K, UNNOTCHED, 33.75% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 10 2300X 


Minor elongation of uniform dimples. Pebbling predominates 


the substructure of the dimples. 


FIGURE 49. 21-6-9, 195°K, UNNOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 33 2400X 


Non-unform dimples with minor tear ridges. There are some 
indications that possible quasi-cleavage has occurred on the 


tear ridges. 


FIGURE 48. 21-6-9, 195°K, UNNOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 34 2300X 


Non-uniformed dimpled fracture surface with minor tearing 


and/or quasi-cleavaging occurring. 


FIGURE 49. 21-6-9, 195°K, UNNOTCHED, 10.93% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 35 2300X 


Non-uniformed dimples with some evidence of quasi-cleavaging 


and stretching occurring. 


FIGURE 50. 21-6-9, 195°K, UNNOTCHED, 34.38% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 12 2400X 


Mixture of dimples and regions of slight tearing may be the 


result of cleavage. Bright contrast is due to tearing. 


FIGURE 51. 21-6-9, 76°K, UNNOTCHED, UNCHARGED 


85 








SEM FRACTOGRAPH 38 2400X 


Non-uniformed dimples with minor tearing and stretching. 


Possible evidence of quasi-cleavage. 


FIGURE 52. 21-6-9, 76°K, UNNOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 39 2400X 


nuni formed dimples possibly resulting from stretching 


, 


and/or tearing. Slight pebbled appearance may be quasi- 


cleavage or microfaceting. Inclusions are noted within the 
substructure. 
FIGURE 53. 21-6-9, 76°K, UNNOTCHED, 12.5% 


ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 40 2300X 


C ehed areas and distinctly pebbled areas indicative of 


possible quasi-cleavage. Higher magnification shows definite 


evidence of cleavage facets. 


FIGURE 54. 21-6-9, 76°K, UNNOTCHED, 32.81% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 40' 2200X 


Definite cleavage facets with pronounced tearing ridges 


evident. 


EIGURE 55. 21-6-9, 76°K, UNNOTCHED, 32.81% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 7 2400X 


Almost complete absence of dimples. «High degree of tearing 
or microcleavage. Extremely minor microvoid formation. 
This sample has a completely pebbled substructure within the 


zones of tearing, apparently associated with the micro- 


cleavage. 


FIGURE 56. 21-6-9, 300°K, NOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 31 2350X 


Tear ridges coupled with shear dimples in a predominantly 


pebbled substructure. Minor stretching noted. 


FIGURE 59. 21-6-9, 300°K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 


91 








SEM FRACTOGRAPH 32 2400X 


Tear ridges within a moderately pebbled structure. Minor 


microvoid formation surrounded by indications of stretching. 


FIGURE 58. 21-6-9, 300°K, NOTCHED, 5.93% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 9 2400X 


Uniformally dimpled structure associated in a bright con- 
trasted fracture surface. Bright contrast in this SEM image 


On the dimple ridges is indicative of minor tearing. 


FIGURE 59. 21-6-9, 195°K, NOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 36 2300X 


Uniformally dimpled structure with some stretching indicated. 


FIGURE 60. 21-6-9, 195° K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 37 2300X 


Extremely corrugated appearance with minor dimpling. Prob- 
ably a form of quasi-cleavage. Slight microvoid formation 


with tearing and stretching indicated. 


FIGURE 61. 21-6-9, 195°K, NOTCHED, 4.68% 
ELONGATION PRIOR TO CHARGE 








SEM FRACTOGRAPH 11 2400X 


Uniformed dimpled structure surrounding a pronounced area of 
stretching. Tear ridges are interlaced among the dimpled 
matrıx, 


FIGURE 62. 21-6-9, 76°K, NOTCHED, UNCHARGED 
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SEM FRACTOGRAPH 41 2500Х 


Pebbled structure with some minor dimpling. Large spherical 
inclusion in center. Higher magnification shots indicate 


definite cleavage facets. 


FIGURE 63. 21-6-9, 76°K, NOTCHED, 0% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 41' 2600X 


Another view of previous fractured specimen. Definite 
cleavage features with almost no Gimpling. Minor inclusions 


on fracture surface. 


FIGURE 64. 21-6-9, 76°K, JOTCHED, 0, 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 42 2300X 


Clear evidence of cleavage. Some small dimples near 


cleavage area. 


FIGURE 65. 21-6-9, 76°K, NOTCHED, 2.34% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 42' 2400X 


Second view of fracture surface. Numerous dimples have 


several irregular inclusions at the base. Minor tearing and 


microvoid formation noted. 


FIGURE 66. 21-6-9, 76°K, NOTCHED, 2.34% 
ELONGATION PRIOR TO CHARGE 
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SEM FRACTOGRAPH 42" 2400X 


Pebbled structure with some stretched areas and dimples. 


FIGURE 67. ALO (Oo Ko NOTCHED ™ 2 349, 
ELONGATION PRIOR TO CHARGE 
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E. METALLOGRAPHIC RESULTS 

Selected notched samples of 304-L and 21-6-9 were mounted, 
polished and etched to determine if any martensitic structure 
had formed. Because of the variation in composition of these 
two stainless steels two separate etchants had to be utilized. 
21-6-9 required five grams of ferric chloride, 50 ml. of hy- 
drochloric acid and 100 ml. of water. 304-L's etchant con- 
sisted of five ml. of nitric acid, one ml. of hydrofluoric 
acid and 44 ml. of water. Figures 68 and 69 are the result 


of this study. 


F. DISCUSSION OF METALLOGRAPHIC RESULTS 

The notched 304-L specimen that was tested at 76°K defi- 
nitely showed a martensitic structure near the fracture 
Surface. This was determined by the responsiveness of the 
селам with a FCC structure and the inability to etch at 
various random locations in the metal. Because this unetch- 
able structure was distributed throughout the fracture sur- 
face, it appears that this transformation had taken place 
via a strain-induced mechanism rather Чан being thermally 
induced by the low temperature. 

The metallographic analysis of 21-6-9 indicated that no 
martensitic structure occurred by deformation and/or by tem- 
perature activation. Slip lines are evident throughout the 


grains of this specimen in a uniform manner. 
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FIGURE 68. METALLOGRAPHIC PHOTO, 304-L, 
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VI. CONCLUSIONS 


Conclusions drawn from this investigation as to the sus- 


ceptibility of internal hydrogen embrittlement during low 


temperature deformation of two austenitic stainless steels 


are as follows: 


1) 


2) 


3) 


E 


2) 


Prior cold work at temperatures as low as 76°K does not 
give rise to accentuated susceptibility to hydrogen em- 
brittlement for 304-L and 21-6-9. 

Cryogenic service which involves molecular hydrogen with 
low diffusion rates would be much less severe than the 
cathodic charging procedure employed, so that both ma- 
terials examined here appear to be favorable for such 
application. However, the effect of increased austenite 
instability at liquid hydrogen temperatures must be con- 
Sidered. 

A strain-induced martensite occurred in the metastable 
несесе 302-1 alloy at (6 Ky andia TRIP EFFECT may 
have occurred at certain conditions. 

Án apparent ductilizing effect of charging was observed, 
in some circumstances, but is considered to be due to 
variations in sample preparation rather than to a true 
solid solution softening effect. 

Fractographic evidence indicated that although ductility 
was present at all temperatures, inclusions became evi- 


dent only in the charged specimens. 
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6) 


7) 


"Pebbled" appearances on fracture surfaces occurred 
mainly in the lower temperature regions and are of an 


unknown origin. 


In general both 304-L and 21-6-9 are considered excellent 


materials for cryogenic applications. 


ts 
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1) 


2) 


3) 


a) 


VII. RECOMMENDATIONS 


Any investigation of the embrittlement of austenitic 
stainless steels by hydrogen should be limited to only 
one metal. 

The time for cathodically charging the specimens should 
be varied from one to 48 hours. Different current den- 
sities should be applied in order to determine optim im 
embrittling procedure. 

Sustained load tests such as creep and/or extremely low 
crosshead rates should be used when testing hydrogen 
subjected specimens. 

A method of quickly determining the percent martensite 
occuring in a sample should be made available during any 
further investigation regarding ferromagnetic stainless 
steels. Two methods are described in reference 7 and 


are easily fabricated. 
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